Permanent Painting

colors like quick silver, vermilion, cadmium yellow and
all of the blacks do not affect it.

The safest way in which to use it is as a glaze over
a ground which is thoroughly dry. Madder lake deep-
ens considerably when placed in a dark place, but is
revived when subjected to bright sunlight.

ALIZARIN YELLOW AND GREEN

These two colors are taken as one, for the reason
that both alizarin yellow and alizarin green .do not ex-
ist, all thej alizarin colors up to date being of a reel
or maroon shade. The name, therefore, is a misnomer,
and should not be permitted.

Alizarin yellow is a fairly permanent yellow lake
made of an aniline yellow. There are, however, some
alizarin yellows on the market which are made from
the extracts of bark like quer citron, and these are not
permanent. The author has made a yellow lake from
the paranitraniline which is perfectly permanent when
used alone, has great brilliancy and strength, but can-
not by any means be called an alizarin yellow.

The same is true of alizarin green, which as such,
does not exist, and all the so-called alizarin greens on
the market are not permanent, but are green lakes
made from coal tar dyes which readily decompose
when they are mixed with ochre or any one of the
oxide of iron colors. The use of both of these colors
is unwarranted.
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